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(54) MAGNET POWDER AND ISOTROPIC BOND MAGNET 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a magnet having excellent 
magnetic characteristics and high reliability, in particular, a magnet 
having an excellent thermal stability. 

SOLUTION: A magnet power consists of an alloy composition 
expressed by Rx(Fe1-yCoy)100-x-z-wBzNbw (wherein R represents 
at least one kind of rare earth element, x: 7.1 to 9 at.%, y: 0 to 0.30, 
z: 4.6 to 6.9 at.%, and w: 0.2 to 3.5 at.%), and constituted with a 
complex composition having a soft magnetic phase and a hard 
magnetic phase. When the power is mixed with a bonding resin and 
molded to obtain an isotropic bond magnet, the irreversible magnetic 
susceptibility (x irr= X dif-^ rev is not more than 5.0 X 10-7 henry/m 
and the intrinsic coercive force HcJ at room temperature is 320 to 
730 kA/m in case a measurement is made at a point P, as a starting 
point, in a demagnetization curve in Fig. J-H showing magnetic 
characteristics at room temperature, which intersects with a straight 
line y that passes through the origin in the Fig. J-H and has an 
inclination (J/H) of -3.8 X 10-6 henry/m. 




LEGAL STATUS 

[Date of request for examination] 

[Date of sending the examiners decision of 
rejection] 

[Kind of final disposal of application other than the 



12.11.2003 



examiners decision of rejection or application 
converted registration] 

[Date of final disposal for application] 

[Patent number] 

[Date of registration] 

[Number of appeal against examiner s decision of 
rejection] 

[Date of requesting appeal against examiner's 
decision of rejection] 

[Date of extinction of right] 



Copyright (C); 1998,2003 Japan Patent Office 



* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the original precisely. 
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3.1n the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] Rx(Fe1-yCoy)100-x-z-wBzNbw (however, R) At least one sort of rare earth elements, x:7.1 to 
9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom %, When it consisted of an alloy presentation expressed with w:0.2 
- 3.5 atom %, and are the magnet powder which consists of complex tissues which have a software 
magnetism phase and a hard magnetism phase, mixes with joint resin, it fabricates and it considers as an 
isotropic bond magnet, In a demagnetization curve in J-H drawing showing magnetic properties in a room 
temperature a zero in said J-H drawing A passage, And irreversible susceptibility (chiirr) at the time of 
measuring an intersection with a straight line whose inclination (J/H) is -3.8x10 - 6H/m as a starting point 
is 5.0x10 - 7H/m or less. Furthermore, magnet powder which ****** that proper coercive force HcJ in a 
room temperature is 320 - 720 kA/m. 

[Claim 2] Magnet powder according to claim 1 with which a residual magnetic flux density Br in a room 
temperature [T] is satisfied of relation of Br/rho [x10-6 T-m3/g] >=0.125 when it mixes with joint resin, it 
fabricates and it considers as an isotropic bond magnet of density rho [Mg/m3]. 
[Claim 3] Magnet powder is magnet powder according to claim 1 or 2 whose absolute value of an 
irreversible demagnetizing factor (initial demagnetizing factor) is 6.2% or less when it mixes with joint resin, 
it fabricates and it considers as an isotropic bond magnet. 

[Claim 4] Said R is magnet powder according to claim 1 to 3 which is the rare earth elements which are 
mainly concerned with Nd and/or Pr. 

[Claim 5] For said R, the rate is the magnet powder according to claim 1 to 4 it is [ powder ] 5 - 75% to 
said whole R including Pr. 

[Claim 6] For said R, the rate is the magnet powder according to claim 1 to 5 it is [ powder ] 14% or less to 
said whole R including Dy. 

[Claim 7] Magnet powder is magnet powder according to claim 1 to 6 obtained by quenching a molten metal 
alloy. 

[Claim 8] Magnet powder is magnet powder according to claim 1 to 7 which grinds a quenching thin band 
manufactured using a cooling roller, and is obtained. 

[Claim 9] Magnet powder is magnet powder according to claim 1 to 8 with which heat treatment is 
performed once [ at least ] the manufacture process or after manufacture. 

[Claim 10] Magnet powder according to claim 1 to 9 whose mean particle diameter is 0.5-150 micrometers. 
[Claim 1 1] An isotropic bond magnet characterized by coming to join magnet powder according to claim 1 
to 10 together by joint resin. 

[Claim 12] In a demagnetization curve in J-H drawing which is the isotropic bond magnet which comes to 
join magnet powder containing Nb together by joint resin, and expresses magnetic properties in a room 
temperature Irreversible susceptibility (chiirr) at the time of measuring an intersection with a straight line a 
passage and whose inclination (J/H) are -3.8x10 - 6H/m about a zero in said J-H drawing as a starting 
point is 5.0x10 - 7H/m or less. Furthermore, an isotropic bond magnet which ****** that proper coercive 
force HcJ in a room temperature is 320 - 720 kA/m. 

[Claim 13] An isotropic bond magnet according to claim 12 with which a residual magnetic flux density Br in 
a room temperature [T] is satisfied of relation of Br/rho >=0.125[x10-6 T-m3/g] when density of an 
isotropic bond magnet is set to rho [Mg/m3]. 



[Claim 14] Said magnet powder is an isotropic bond magnet according to claim 12 or 13 which is what 
consists of a R-TM-B-Nb system alloy (however, transition metals which R makes iron as at least one sort 
of rare earth elements, and TM makes main). 

[Claim 15] An isotropic bond magnet according to claim 12 to 14 whose absolute value of an irreversible 
demagnetizing factor (initial demagnetizing factor) is 6.2% or less. 

[Claim 16] Said magnet powder is an isotropic bond magnet according to claim 12 to 15 which is what 

consists of complex tissues which have a software magnetism phase and a hard magnetism phase. 

[Claim 17] An isotropic bond magnet according to claim 11 to 16 with which multi-electrode magnetization 

is presented or by which multi-electrode magnetization was carried out. 

[Claim 18] An isotropic bond magnet according to claim 11 to 17 used for a motor. 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[The technical field to which invention belongs] This invention relates to magnet powder and an isotropic 

bond magnet. 

[0002] 

[Description of the Prior Art] In order to attain the miniaturization of a motor etc., it is desired for the flux 
density of the magnet at the time of being used for the motor (it sets to a substantial permeance) to be 
high. The factor which determines the flux density in a bond magnet has the value of magnetization of 
magnet powder, and the content (content) of the magnet powder in a bond magnet. Therefore, when 
magnetization of the magnet powder itself is not so high, unless it makes [ many / extremely ] the content 
of the magnet powder in a bond magnet, sufficient flux density is not obtained. 

[0003] By the way, as what is used as current and a highly efficient rare earth bond magnet, the isotropic 
bond magnet which used the MQP-B powder made from MQI occupies most as rare earth magnet powder. 
An isotropic bond magnet has the following advantages compared with an anisotropy bond magnet. That is, 
it is that a manufacture process is easy and a manufacturing cost becomes cheap as a result on the 
occasion of manufacture of a bond magnet since magnetic field orientation is unnecessary. However, there 
are the following troubles in the isotropic conventional bond magnet represented by this MQP-B powder. 
[0004] 1) The isotropic conventional bond magnet of flux density was inadequate. That is, since 
magnetization of the magnet powder used is low, the content (content) of the magnet powder in a bond 
magnet must be raised, but if the content of magnet powder is made high, since the moldability of a bond 
magnet will worsen, there is a limit. Moreover, even if it makes [ many ] the content of magnet powder by 
the device of a process condition etc., there is a limit in the flux density obtained too, and, for this reason, 
the miniaturization of a motor cannot be attained. 

[0005] 2) Although the magnet with a high residual magnetic flux density was also reported by the nano 
composite magnet, coercive force was too small conversely in that case, and the flux density (with 
permeance at the time of being used actually) practically obtained as a motor was very low. Moreover, 
since coercive force is small, thermal stability is also inferior. 

[0006] 3) The corrosion resistance of a bond magnet and thermal resistance become low. that is, in order 
to compensate the lowness of the magnetic properties of magnet powder, the content of the magnet 
powder in a bond magnet must be made [ many ] (that is, densification of the density of a bond magnet is 
carried out extremely — ********), consequently corrosion resistance and thermal resistance are inferior 
in a bond magnet, and it becomes what has low reliability. 
[0007] 

[Problem(s) to be Solved by the Invention] The object of this invention is to offer the magnet powder and 
the isotropic bond magnet which can offer the magnet which was excellent in magnetic properties and was 
excellent in reliability, especially the temperature characteristic. 
- [0008] 

[Means for Solving the Problem] Such an object is attained by this invention of following the (1) - (18). 
[0009] (1) Rx(Fe1-yCoy)100-x-z-wBzNbw (however, R) At least one sort of rare earth elements, x:7.1 to 
9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom %, When it consisted of an alloy presentation expressed with w:0.2 



- 3.5 atom %, and are the magnet powder which consists of complex tissues which have a software 
magnetism phase and a hard magnetism phase, mixes with joint resin, it fabricates and it considers as an 
isotropic bond magnet, In a demagnetization curve in J-H drawing showing magnetic properties in a room 
temperature a zero in said J-H drawing A passage, And irreversible susceptibility (chiirr) at the time of 
measuring an intersection with a straight line whose inclination (J/H) is -3.8x10 - 6H/m as a starting point 
is 5.0x10 - 7H/m or less. Furthermore, magnet powder which ****** that the proper coercive force HcJ in 
a room temperature is 320 - 720 kA/m. 

[0010] (2) Magnet powder given in the above (1) whose residual magnetic flux density Br in a room 
temperature [T] satisfies relation of Br/rho [x10-6 T~m3/g] >=0.125 when it mixes with joint resin, it 
fabricates and it considers as an isotropic bond magnet of density rho [Mg/m3]. 
[0011] (3) Magnet powder is magnet powder the above (1) whose absolute value of an irreversible 
demagnetizing factor (initial demagnetizing factor) is 6.2% or less when it mixes with joint resin, it fabricates 
and it considers as an isotropic bond magnet, or given in (2). 

[0012] (4) Said R is magnet powder the above (1) which is the rare earth elements which are mainly 
concerned with Nd and/or Pr thru/or given in either of (3). 

[0013] (5) For said R, the rate is the above (1) it is [ above ] 5 - 75% thru/or magnet powder given in either 
of (4) to said whole R including Pr. 

[0014] (6) For said R, the rate is the above (1) it is [ above ] 14% or less thru/or magnet powder given in 
either of (5) to said whole R including Dy. 

[0015] (7) Magnet powder is magnet powder the above (1) obtained by quenching a molten metal alloy 
thru/or given in either of (6). 

[0016] (8) Magnet powder is magnet powder the above (1) which grinds a quenching thin band 
manufactured using a cooling roller, and is obtained thru/or given in either of (7). 

[0017] (9) Magnet powder is the above (1) to which heat treatment is performed once [ at least ] the 
manufacture process or after manufacture thru/or magnet powder given in either of (8). 
[0018] (10) The above (1) whose mean particle diameter is 0.5-150 micrometers thru/or magnet powder 
given in either of (9). 

[0019] (11) An isotropic bond magnet characterized by coming to join the above (1) thru/or magnet powder 
given in either of (10) together by joint resin. 

[0020] (12) In a demagnetization curve in J-H drawing which is the isotropic bond magnet which comes to 
join magnet powder containing Nb together by joint resin, and expresses magnetic properties in a room 
temperature Irreversible susceptibility (chiirr) at the time of measuring an intersection with a straight line a 
passage and whose inclination (J/H) are -3.8x10 - 6H/m about a zero in said J-H drawing as a starting 
point is 5.0x10 - 7H/m or less. Furthermore, an isotropic bond magnet which ****** that the proper 
coercive force HcJ in a room temperature is 320 - 720 kA/m. 

[0021] (13) An isotropic bond magnet given in the above (12) whose residual magnetic flux density Br in a 
room temperature [T] satisfies relation of Br/rho >=0.1 25[x10-6 T-m3/g] when density of an isotropic 
bond magnet is set to rho [Mg/m3]. 

[0022] (14) Said magnet powder is an isotropic bond magnet the above (12) which is what consists of a R- 
TM-B-Nb system alloy (however, transition metals which R makes iron as at least one sort of rare earth 
elements, and TM makes main), or given in (13). 

[0023] (15) The above (12) whose absolute value of an irreversible demagnetizing factor (initial 
demagnetizing factor) is 6.2% or less thru/or an isotropic bond magnet given in either of (14). 
[0024] (16) Said magnet powder is an isotropic bond magnet the above (12) which is what consists of 
complex tissues which have a software magnetism phase and a hard magnetism phase thru/ or given in 
either of (15). 

[0025] (17) The above (11) with which multi-electrode magnetization is presented or by which multi- 
electrode magnetization was carried out thru/or an isotropic bond magnet given in either of (16). 
[0026] (18) The above (1 1) used for a motor thru/or an isotropic bond magnet given in either of (17). 
[0027] 



[Embodiment of the Invention] Hereafter, the gestalt of operation of the magnet powder of this invention 
and an isotropic bond magnet is explained to details. 

[0028] In order to attain the miniaturization of a [outline of this invention] motor etc., it has been a 
technical problem to obtain a magnet with high flux density. Although the factor which determines the flux 
density in a bond magnet has the value of magnetization of magnet powder, and the content (content) of 
the magnet powder in a bond magnet, when magnetization of the magnet powder itself is not so high, 
unless it makes [ many / extremely ] the content of the magnet powder in a bond magnet, sufficient flux 
density is not obtained. 

[0029] As the MQP-B powder made from the above-mentioned MQI which is carrying out current spread 
was mentioned above, while flux density is inadequate, it is therefore obliged to raise the content of the 
magnet powder in a bond magnet depending on a use, i.e., densificatipn, on the occasion of manufacture of 
a bond magnet and reliability is missing in respect of corrosion resistance, thermal resistance, a mechanical 
strength, etc., since coercive force is high, magnetization nature has the defect of being bad. 
[0030] On the other hand, the magnet powder and the isotropic bond magnet of this invention Sufficient 
flux density and moderate coercive force are acquired, and it is not necessary to raise the content 
(content) of the magnet powder in a bond magnet so much by this. With consequently, high intensity A 
bond magnet with the high reliability excellent in a moldability, corrosion resistance, magnetization nature, 
etc. can be offered, and it can contribute also to the miniaturization of magnet loading devices, such as a 
motor, greatly by the miniaturization of a bond magnet, and high performance-ization. 
[0031] Furthermore, the magnet powder of this invention shall constitute the complex tissue which has a 
hard magnetism phase and a software magnetism phase. 

[0032] Although it is the single phase organization of a hard magnetism phase, the MQP-B powder made 
from the above-mentioned MQI has the advantage that total magnetization becomes high since the high 
software magnetism phase of magnetization exists, and since recoil permeability becomes high further, 
even if it once adds a reverse magnetic field, it has the advantage that a subsequent demagnetizing factor 
is small in such complex tissue. 

[0033] the magnet powder of [alloy presentation of magnet powder] this invention consists of an alloy 

presentation expressed with Rx(Fe1-yCoy)100-x-z-wBzNbw (however, R — at least one sort of rare earth 

elements, x:7.1 to 9.9 atom %, y:0 to 0.30, z:4.6 to 6.9 atom %, and w:0.2 to 3.5 atom %). 

[0034] as R (rare earth elements), Y, La, Ce, Pr, Nd, Pm, Sm, Eu, Gd, Tb, Dy, Ho, Er, Tm, Yb, Lu, and a 

misch metal mention — having — these — one sort — or two or more sorts can be included. 

[0035] The content (content) of R is made into 7.1 to 9.9 atom %. Even if coercive force sufficient by under 

7.1 atom % is not acquired but R adds Nb, there is little improvement in coercive force. On the other hand, 

if R exceeds 9.9 atom %, since the potential of magnetization will fall, sufficient flux density is no longer 

obtained. 

[0036] Here, as for R, it is desirable that they are the rare earth elements which are mainly concerned with 
Nd and/or Pr. The reason is effective [ these rare earth elements ] in order to raise the saturation 
magnetization of the hard magnetism phase which constitutes complex tissue (especially nano composite 
organization) and to realize coercive force good as a magnet. 

[0037] Moreover, as for R, it is desirable that the percentage is 5 - 75% to the whole R including Pr, and it 
is more desirable that it is 20 - 60%. It is because coercive force and square shape nature can be raised, 
without producing most lowering of a residual magnetic flux density as it is this range. 
[0038] Moreover, as for R, it is desirable that the percentage is 14% or less to the whole R including Dy. 
While being able to raise coercive force, without producing remarkable lowering of a residual magnetic flux 
density as it is this range, it is because improvement in the temperature characteristic (thermal stability) is 
also attained. 

[0039] Co is transition metals which have the same property as Fe. Although Curie temperature becomes 
high and the temperature characteristic improves by adding this Co (replacing a part of Fe), when the 
substitute ratio of Co to Fe exceeds 0.30, both coercive force and flux density show the inclination to fall. 
In 0.05-0.20, since not only the improvement in the temperature characteristic but the flux density itself 



improves, the substitute ratio of Co to Fe is still more desirable. 

[0040] B (boron) is an element effective in acquiring high magnetic properties, and the content is made into 
4.6 to 6.9 atom %. Square shape nature [ in / that B is under 4.6 atom % / a B-H (J-H) loop ] worsens. On 
the other hand, if B exceeds 6.9 atom %, a nonmagnetic phase will increase and flux density will decrease 
rapidly. 

[0041] Nb is an advantageous element for the improvement in coercive force, and the effect of the 
improvement in coercive force shows up notably in the range of 0.2 - 3.5 atom % especially. Moreover, in 
this range, it follows in footsteps of improvement in coercive force, and square shape nature and the 
maximum magnetic energy product also improve. Furthermore, it becomes good also about thermal 
resistance and corrosion resistance. However, as mentioned above, such an effect by Nb addition has R 
dramatically small at under 7.1 atom %. Moreover, if Nb exceeds 3.5 atom %, lowering of magnetization will 
arise. 

[0042] 0.2-3.5 atom % And another important effect by containing is that can make small irreversible 
susceptibility (chiirr) mentioned later, can improve an irreversible demagnetizing factor further, and 
magnetic thermal resistance (thermal stability) improves about Nb. Nb has few such effects and 
improvement in the coercive force mentioned above also has it under at 0.2% atom. [ little ] 
[0043] Although the Nb itself is not the new matter, in addition, in this invention In the magnet powder 
which consists of complex tissues which have a software magnetism phase and a hard magnetism phase as 
a result of repeating an experiment and research ** By making Nb contain in the range of 0.2 - 3.5 atom % 
The outstanding square shape nature, Irreversible susceptibility (chiirr) which can aim at improvement in 
coercive force, securing the maximum magnetic energy product and of which ** after-mentioned is done 
can be made small. ** ** which can aim at the improvement (reduction of an absolute value) of an 
irreversible demagnetizing factor — find out that four effects that good corrosion resistance can be held 
are acquired, especially that these effects are acquired simultaneously, and the meaning of this invention is 
in this point. 

[0044] In addition, although the range where Nb content is desirable is 0.2 to 3.5 atom % as mentioned 
above, as for the upper limit of this range, it is more desirable that it is 3.0 atom %, and it is still more 
desirable that it is 2.5 atom %. 

[0045] Moreover, in the alloy which constitutes magnet powder from an object of raising magnetic 
properties further, at least one sort of elements chosen from the group (this group is expressed with "Q" 
below) which consists of aluminum, Cu, Si, Ga, Ti, V, Ta, Zr, Mo, Hf, Ag, Zn, P, germanium, Cr, and W can 
also be contained if needed. When it contains the element belonging to Q, it is desirable that it is below 2 
atom %, as for the content, it is more desirable that it is 0.1 to 1.5 atom %, and it is still more desirable that 
it is 0.2 to 1 .0 atom %. 

[0046] Content of the element belonging to Q demonstrates the effect of the proper according to the class. 
For example, aluminum, Cu, Si, Ga, V, Ta, Zr, and Cr are effective in raising corrosion resistance. 
[0047] [Complex tissue] The magnet material serves as complex tissue which has a software magnetism 
phase and a hard magnetism phase again. 

[0048] This complex tissue (nano composite organization) exists by the pattern (model) as the software 
magnetism phase 10 and the hard magnetism phase 1 1 show to drawing 1 , drawing 2 , or drawing 3 , and 
the thickness and particle size of each phase exist on nano meter level (for example, 1-100nm). And the 
software magnetism phase 10 and the hard magnetism phase 11 adjoin each other, and a magnetic 
exchange interaction is produced. In addition, the pattern shown in drawing 1 - drawing 3 is an example, it 
is not restricted to these and the software magnetism phase 10 and the hard magnetism phase 11 may 
become reverse in the pattern shown in drawing 2 . 

[0049] Since magnetization of a software magnetism phase changes the sense easily according to an 
operation of an external magnetic field, if it is intermingled in a hard magnetism phase, the magnetization 
curve of the whole system will turn into a "snake die-bending line" which has a stage by the second **** 
of B-H drawing. However, when the size of a software magnetism phase is sufficiently as small as several 
10nm or less, magnetization of the software magnetic substance is restrained sufficiently strongly by 



association with magnetization of the surrounding hard magnetic substance, and the whole system comes 
. to act as the hard magnetic substance. 
[0050] The magnet with such complex tissue (nano composite organization) mainly has the next features 
1-5. 

[0051] 1) By the second **** of B-H drawing (J-H drawing), magnetization carries out springback 
reversibly (it is also called a "spring magnet" in this semantics). 

2) Magnetization nature is good and can magnetize in a comparatively low magnetic field. 

3) Compared with the case where the temperature dependence of magnetic properties is hard magnetism 
phase independent, it is small. 

4) Aging of magnetic properties is small. 

5) Even if it pulverizes, magnetic properties do not deteriorate. 

[0052] In the alloy presentation mentioned above, a hard magnetism phase and a software magnetism 
phase serve as the following, for example. 

[0053] Hard magnetism phase: An R2TM14B system (however, TM, Fe, or Fe and Co) or an R2 (TM, 
Nb)14B system (or an R2 (TM. Q)14B system, an R2 (TM, Nb, Q)14B system) 

Software magnetism phase: TM (especially alpha-Fe, alpha- (Fe, Co)) or the alloy phase of TM and Nb, the 
compound phase of TM and B, the compound phase (or phase containing such Q) of TM, and B and Nb 
[0054] As for the magnet powder of [manufacture of magnet powder] this invention, it is desirable to be 
manufactured by quenching a molten metal alloy, and it is desirable to grind the quenching thin band 
(ribbon) which quenched, solidified the molten metal of an alloy and was obtained especially, and to be 
manufactured. Hereafter, an example of the method is explained. 

[0055] The perspective diagram showing the example of a configuration of the equipment (quenching thin 
band manufacturing installation) which manufactures a magnet material with the quenching method with 
which the single roll was used for drawing 4 , and drawing 5 are the cross-section side elevations showing 
the condition near the collision part to the cooling roller of the molten metal in the equipment shown in 
drawing 4 . 

[0056] As shown in drawing 4 , the quenching thin band manufacturing installation 1 is equipped with the 
barrel 2 which can contain a magnet material, and the cooling roller 5 which rotates in the direction of 
drawing Nakaya mark 9A to this barrel 2. The nozzle (orifice) 3 which injects the molten metal of a magnet 
material (alloy) is formed in the soffit of a barrel 2. 

[0057] Moreover, by arranging the coil 4 for heating at an about three nozzle [ of a barrel 2 ] periphery, and 
impressing a RF to this coil 4, the inside of a barrel 2 is heated (induction heating), and the magnet material 
in a barrel 2 is changed into a melting condition. 

[0058] The cooling roller 5 consists of a base 51 and a surface layer 52 which forms the peripheral surface 
53 of a cooling roller 5. 

[0059] The component of a base 51 may consist of construction material which may really consist of same 
construction material as a surface layer 52, and is different in a surface layer 52. 

[0060] Although especially the component of a base 51 is not limited, it is desirable to consist of metallic 
materials with high thermal conductivity like copper or a copper system alloy so that the heat of a surface 
layer 52 can be radiated more quickly. 

[0061] Moreover, a surface layer 52 has thermal conductivity equivalent to a base 51, or it is desirable to 
consist of materials lower than a base 51. As an example of a surface layer 52, a metal thin layer or 
metallic-oxide layers, such as Cr, and the ceramics are mentioned. 

[0062] As ceramics, the ceramics of carbide systems, such as nitride system ceramics, such as oxide 
system ceramics, such as aluminum 203, Si02 and Ti02, Ti203, Zr02, Y203, barium titanate, and 
strontium titanate, AIN, Si3N4, and TiN, BN, graphite, SiC and ZrC, aluminum4C3, and CaC2, WC, or the 
compound ceramics which combined two or more [ of these ] with arbitration is mentioned, for example. 
[0063] Such a quenching thin band manufacturing installation 1 is installed in a chamber (not shown), and 
operates in the condition of having filled up with inert gas or other controlled atmospheres preferably in 
this chamber. In order to prevent oxidation of the quenching thin band 8 especially, as for a controlled 



atmosphere, it is desirable that it is inert gas, such as for example, argon gas, gaseous helium, and nitrogen 
gas. 

[0064] When magnet ingredients (alloy) are paid in a barrel 2, and it heats with a coil 4, it fuses in the 
quenching thin band manufacturing installation 1 and the regurgitation of the molten metal 6 is carried out 
from a nozzle 3, as shown in drawing 5 , a molten metal 6 After colliding with the peripheral surface 53 of a 
cooling roller 5 and forming a paddle (cold slug well) 7, it is cooled quickly, and solidifies, being dragged by 
the peripheral surface 53 of the rotating cooling roller 5, and the quenching thin band 8 is formed 
continuously or intermittently. Thus, soon, the roll side 81 separates from a peripheral surface 53 f and the 
formed quenching thin band 8 runs in the direction of arrow head 9B in drawing 4 . In addition, a dotted line 
shows the coagulation interface 71 of a molten metal among drawing 5 . 

[0065] Although the suitable range changes with wettability to the presentation of an alloy molten metal, 
and the molten metal 6 of a peripheral surface 53 etc., because of the improvement in magnetic properties, 
as for the peripheral velocity of a cooling roller 5, it is desirable that it is 1-60m/second, and it is usually 
more desirable that it is 5-40m/second. The inclination for the diameter of crystal grain to increase is 
shown, and if the peripheral velocity of a cooling roller 5 is too quick conversely, even if most will serve as 
an amorphous organization and it will add heat treatment after that in any case, it becomes impossible for 
thickness t of the quenching thin band 8 to become thick depending on the volumetric flow rate ( volume of 
the molten metal breathed out by per unit time amount) of the quenching thin band 8, if the peripheral 
velocity of a cooling roller 5 is too slow, and to desire improvement in magnetic properties. 
[0066] In addition, to the obtained quenching thin band 8, heat treatment can also be performed once [ at 
least ], for example for acceleration of recrystallization of an amorphous organization, and homogenization 
of an organization. As conditions for this heat treatment, it is 400-900 degrees C, and is about 0.5 - 300 
minutes, for example. 

[0067] Moreover, in order to prevent oxidation, as for this heat treatment, it is desirable to carry out in a 
non-oxidizing atmosphere like [ under a vacuum or a reduced pressure condition (for example, 1x10-1 - 
1x10~6Torr) or in inert gas, such as nitrogen gas, argon gas, and gaseous helium, ]. 
[0068] The quenching thin band (thin band-like magnet material) 8 obtained by the above manufacture 
methods serves as a fine crystal organization or an organization where a fine crystal is contained during an 
amorphous organization, and outstanding magnetic properties are acquired. And the magnet powder of this 
invention is obtained by grinding this quenching thin band 8. 

[0069] Especially the method of grinding is not limited, for example, can be performed using various grinding 
equipments, such as a ball mill, a vibration mill, a jet mill, and a pin mill, and shredding equipment. In this 
case, grinding can also be performed in a non-oxidizing atmosphere like [ under a vacuum or a reduced 
pressure condition (for example, 1x10-1 - 1x10~6Torr) or in inert gas, such as nitrogen gas argon gas, and 
gaseous helium, ], in order to prevent oxidation. 

[0070] Although especially the mean particle diameter of magnet powder is not limited, in the case of the 
thing for manufacturing the isotropic bond magnet mentioned later, in consideration of antioxidizing of 
magnet powder, and prevention of the magnetic-properties deterioration by grinding, its about 0.5-150 
micrometers are desirable, its about 0.5-80 micrometers are more desirable, and its about 1-50 
micrometers are still more desirable. 

[0071] Moreover, in order to obtain the better moldability at the time of shaping of a bond magnet, the 
particle size distribution of magnet powder has that desirable which is distributed to some extent (there is 
variation). When the void content of the obtained bond magnet can be reduced by this, consequently the 
content of the magnet powder in a bond magnet is made the same, the density and the mechanical 
strength of a bond magnet can be raised more, and magnetic properties can be improved further. 
[0072] In addition, to the obtained magnet powder, it can also heat-treat for the purpose of clearance of 
the effect of the strain introduced by grinding, and control of the diameter of crystal grain, for example. As 
conditions for this heat treatment, it is 350-850 degrees C, and is about 0.5 - 300 minutes, for example. 
[0073] Moreover, in order to prevent oxidation, as for this heat treatment, it is desirable to carry out in a 
non-oxidizing atmosphere like [ under a vacuum or a reduced pressure condition (for example, 1x10-1 - 



1x10-6Torr) or in inert gas, such as nitrogen gas, argon gas, and gaseous helium, ]. 

[0074] When a bond magnet is manufactured using the above magnet powder, such magnet powder has 
good affinity (wettability of joint resin) with joint resin, therefore this bond magnet has a high mechanical 
strength, and it becomes the thing excellent in thermal stability (thermal resistance) and corrosion 
resistance. Therefore, the magnet powder concerned fits manufacture of a bond magnet. 
[0075] In addition, above, as a quenching method, although the single rolling method was explained to the 
example, the congruence rolling method may be adopted, moreover — in addition, the atomizing method 
like for example, gas atomization, a revolution disc method, the melt extra cushion method, and mechanical 
alloying (MA) — you may manufacture by law etc. Since such a quenching method can make a metal 
texture (crystal grain) detailed, it is effective in raising the magnet property of a bond magnet, especially 
coercive force, etc. 

[0076] [A bond magnet and its manufacture], next the isotropic bond magnet (only henceforth a "bond 
magnet") of this invention are explained. 

[0077] The bond magnet of this invention comes to join the above-mentioned magnet powder together by 
joint resin preferably. 

[0078] As joint resin (binder), any of thermoplastics and thermosetting resin are sufficient. 
[0079] As thermoplastics, for example A polyamide (example: nylon 6, Nylon 46, Nylon 66, Nylon 610, Nylon 
612, Nylon 11, Nylon 12, Nylon 612, nylon 6 -66), Liquid crystal polymers, such as thermoplastic polyimide 
and aromatic polyester, polyphenylene oxide, Polyolefines, such as polyphenylene sulfide, polyethylene, 
polypropylene, and an ethylene-vinylacetate copolymer, Denaturation polyolefine, a polycarbonate, 
polymethylmethacrylate, Polyester, such as polyethylene terephthalate and polybutylene terephthalate, The 
copolymer which is mainly concerned with these, a blend object, a polymer alloy, etc. are mentioned, and a 
polyether, a polyether ether ketone, polyether imide, polyacetal, etc. can mix and use 1 of sorts of these, 
and two sorts or more. 

[0080] Also among these, especially the moldability is excellent, and since the mechanical strength is high, 
that which is mainly concerned with a liquid crystal polymer and polyphenylene sulfide from the point of a 
polyamide and heat-resistant improvement is desirable. Moreover, these thermoplastics is excellent also in 
kneading nature with magnet powder. 

[0081] Such thermoplastics has the advantage that selection wide range like what thought the moldability 
as important, and the thing which thought thermal resistance and a mechanical strength as important is 
attained by the class, copolymerization-ization, etc. 

[0082] On the other hand, as thermosetting resin, various epoxy resins, such as a bisphenol mold, a novolak 
mold, and a naphthalene system, phenol resin, a urea resin, melamine resin, polyester (unsaturated 
polyester) resin, polyimide resin, silicone resin, polyurethane resin, etc. are mentioned, and 1 of sorts of 
these and two sorts or more can be mixed and used, for example. 

[0083] From the point of especially the moldability being excellent also among these, and a mechanical 
strength being high and excelling in thermal resistance, an epoxy resin, phenol resin, polyimide resin, and 
silicone resin are desirable, and especially an epoxy resin is desirable. Moreover, these thermosetting resin 
is excellent also in kneading nature with magnet powder, and the homogeneity of kneading. 
[0084] In addition, the thing of a solid [ thing / liquefied ] (powdered) is sufficient as the thermosetting 
resin (un-hardening) used at a room temperature. 

[0085] Such a bond magnet of this invention is manufactured as follows, for example. Magnet powder, joint 
resin, and the need are accepted, and additives (an anti-oxidant, lubricant, etc.) are mixed, it kneads (for 
example, kneading between **), the constituent for bond magnets (compound) is manufactured, and it 
fabricates in a desired magnet configuration all over a non-magnetic field using this constituent for bond 
magnets by the shaping methods, such as compression molding (press forming), extrusion molding, and 
injection molding. When joint resin is thermosetting resin, it is hardened with heating etc. after shaping. 
[0086] Here, by these shaping methods, although there is an advantage, like whenever [ configuration 
option ] is large among said three sorts of shaping methods as for extrusion molding and injection molding 
(especially injection molding), and productivity is high, since fluidity with the compound sufficient in order to 



obtain a good moldability in a making machine must be secured, compared with compression molding, 
densification of making [ many ] the content of magnet powder, i.e., the bond magnet, cannot be carried out. 
However, in this invention, since high flux density is obtained, therefore the magnetic properties which were 
excellent even if it did not carry out densification of the bond magnet are acquired so that it may mention 
later, the advantage is enjoyable also to the bond magnet manufactured by extrusion molding and injection 
molding. 

[0087] Especially the content (content) of the magnet powder in a bond magnet is not limited, but is usually 
determined in consideration of coexistence with the shaping method, and a moldability and high magnetic 
properties. It is desirable that it is about 75-99. 5wt%, and, specifically, it is more desirable that it is about 
85-97.5wt%. 

[0088] Although the bond magnet was especially manufactured by compression molding, as for the content 
of magnet powder, to a case, it is desirable that it is about 90-99. 5wt%, and it is more desirable to it that it 
is about 93-98.5wt%. 

[0089] Moreover, although the bond magnet was manufactured by extrusion molding or injection molding, as 
for the content of magnet powder, to a case, it is desirable that it is about 75-98wt%, and it is more 
desirable to it that it is about 85-97wt%. 

[0090] The density rho of a bond magnet is determined by factors, such as specific gravity of the magnet 
powder contained in it, a content of magnet powder, and a void content. In the bond magnet of this 
invention, although especially the density rho is not limited, it is desirable that it is about three 5.3 - 6.6 
Mg/m, and it is more desirable that it is about three 5.5 - 6.4 Mg/m. 

[0091] Since the flux density of magnet powder and coercive force are large, even when it fabricates to a 
bond magnet in this invention, and there are many contents of magnet powder and there are [ not to 
mention ] comparatively few contents, by it, outstanding magnetic properties (especially high maximum 
magnetic energy (product BH) max) are acquired. 

[0092] the configuration of the bond magnet of this invention, especially a size, etc. are limited — not 
having — for example, a configuration — being related — cylindrical and a prismatic form — the thing of 
all configurations, such as cylindrical (the shape of a ring), circular, plate-like, and bow tabular, is possible, 
and the thing of all magnitude is possible also for the magnitude from a large-sized thing to a micro thing. It 
is as stating frequently in this description that it is especially advantageous to the magnet miniaturized and 
microminiaturized. 

[0093] Since it is such, as for the bond magnet of this invention, it is desirable that multi-electrode 
magnetization is presented or multi-electrode magnetization is carried out. 

[0094] In the demagnetization curve in J-H drawing (drawing which took magnetization (J) along the axis of 
ordinate, and took the magnetic field (H) along the horizontal axis) where the above bond magnets of this 
invention express the magnetic properties in a room temperature The irreversible susceptibility (chiirr) at 
the time of measuring an intersection with the straight line a passage and whose inclination (J/H) are - 
3.8x10 - 6H/m about the zero in J-H drawing as a starting point is 5.0x10 - 7H/m or less. Furthermore, it 
has the magnetic properties (magnetic engine performance) that the proper coercive force (HcJ) in a room 
temperature is 320 - 720 kA/m. Hereafter, sequential explanation is given about the relation between 
irreversible susceptibility (chiirr), proper coercive force (HcJ) and a residual magnetic flux density (Br), and 
density (rho). 

[0095] With [irreversible susceptibility] irreversible susceptibility (chiirr) As shown in drawing 6 , in the 
demagnetization curve in J-H drawing, the inclination of the tangent of the demagnetization curve 
concerned in a certain point P is made into differential susceptibility (chidif). When the inclination (slope of 
a line which connects the ends of a recoiling curve) of the recoiling curve concerned at the time of once 
reducing the magnitude of a demagnetizing field from said point P, and making a recoiling curve draw is 
made into reversible susceptibility (chirev), what is expressed with a degree type (unit: a henry/m) is said. 
[0096] Irreversible susceptibility (chiirr) = differential susceptibility (chidif)-reversible susceptibility (chirev) 
In addition, in this invention, the intersection with the straight line y a passage and whose inclination (J/H) 
are -3.8x10 - 6H/m about the zero in J-H drawing was made into said point P in the demagnetization 



curve in J-H drawing. 

[0097] In this invention, the reason for having defined the upper limit of the irreversible susceptibility 
(chiirr) in a room temperature in 5.0x10 - 7H/m is as follows. 

[0098] As mentioned above, since irreversible susceptibility (chiirr) is what shows the rate of change over 
the magnetic field of the magnetization which does not return even if it decreases that absolute value once 
it applies a demagnetizing field, it can aim at improvement in the thermal stability of a bond magnet, 
especially reduction of the absolute value of an irreversible demagnetizing factor by holding down this 
irreversible susceptibility (chiirr) to a to some extent small value. In the range of the irreversible 
susceptibility (chiirr) in this invention, the absolute value becomes about 5% or less, and, as for the 
irreversible demagnetizing factor when returning a bond magnet to a room temperature after leaving it 
under the environment of for example, 100 degree-Cx 1 hour, it is actually acquired, thermal resistance, i.e., 
thermal stability, sufficient practically (setting especially to the activity of a motor etc.). 
[0099] On the other hand, if irreversible susceptibility (chiirr) exceeds m in 5.0x10 - 7H /, the absolute 
value of an irreversible demagnetizing factor will increase and sufficient thermal stability will not be 
acquired. Moreover, since square shape nature worsens while proper coercive force becomes low, in the 
actual activity of a bond magnet, it will be restricted to an activity for the use [ like ] to which a permeance 
coefficient (Pc) becomes large (for example, Pc>=5). Moreover, lowering of coercive force also becomes 
bringing about lowering of thermal stability. 

[0100] Although the reason for having defined the irreversible susceptibility (chiirr) in a room temperature 
in 5.0x10 - 7H/m or less is as above, the smallest possible value is desirable, therefore as for irreversible 
susceptibility (chiirr), it is more desirable that irreversible susceptibility (chiirr) is 4.5x10 - 7H/m or less in 
this invention, and it is still more desirable that it is 4.0x10 - 7H/m or less. 

[0101] The proper coercive force (He J) in the room temperature of a [proper coercive force] bond magnet 
is 320 - 720 kA/m. Especially, 400 - 640 kA/m is more desirable. 

[0102] If proper coercive force (HcJ) exceeds said upper limit, magnetization nature will be inferior and 
sufficient flux density will not be obtained. 

[0103] Demagnetization when a reverse magnetic field, on the other hand, starts that proper coercive force 
(HcJ) is said under lower limit depending on the use of a motor becomes remarkable, and hot thermal 
resistance is inferior. Therefore, even when carrying out multi-electrode magnetization etc. to a bond 
magnet (especially cylindrical magnet) by making proper coercive force (HcJ) into the above-mentioned 
range and sufficient magnetization magnetic field is not obtained, good magnetization is attained, sufficient 
flux density is obtained, and a highly efficient bond magnet, especially the bond magnet for motors can be 
offered. 

[0104] It is desirable to satisfy the relation of the following type (I) between the [relation between residual 
magnetic flux density Br and density rho] residual magnetic flux density Br (T) and density rho (Mg/m3). 
[0105] 

0.125 <= Br/rho [x10-6 T-m3/g] ... (I) 

Moreover, it is more desirable to satisfy a formula (II) instead of a formula (I), and it is still more desirable 

to satisfy a formula (III). 

[0106] 

0.128 <= Br/rho [x10-6 T-m3/g] <=0.16 ... (II) 
0.13 <= Br/rho [x10-6 T-m3/g] <=0.155 ... (Ill) - 

Unless magnetic density is that the value of Br/rho [x10~6 T~m3/g] is under a lower limit in said formula 
highly (i.e., if the content (content) of magnet powder is not made high), sufficient flux density is not 
obtained. In such a case, the problem of lowering of the moldability by constraint of the shaping method, a 
raise in cost, and reduction of joint resin is caused. Moreover, in order to obtain fixed flux density, volume 
will increase, and the miniaturization of a device becomes difficult. 

[0107] As for the bond magnet of this invention, it is still more desirable to satisfy the conditions described 

below about the maximum magnetic energy product and an irreversible demagnetizing factor. 

[0108] The [maximum magnetic energy (product BH) max] maximum magnetic energy product (BH) It is 



desirable that they are three or more 60 kJ/m, as for max, it is more desirable that they are three or more 
65 kJ/m, and it is still more desirable that it is 70 - 130 kJ/m3. The maximum magnetic energy product 
(BH) When it uses that max is less than three 60 kJ/m for motors, sufficient torque is not acquired 
depending on the class and structure. 

[0109] It is desirable that it is 6.2% or less, as for the absolute value of a [irreversible demagnetizing- 
factor] irreversible demagnetizing factor (initial demagnetizing factor), it is more desirable that it is 5% or 
less, and it is still more desirable that it is 4% or less. Thereby, the bond magnet excellent in thermal 
stability (thermal resistance) is obtained. 
[0110] 

[Example] Hereafter, the concrete example of this invention is explained. 

[01 1 1] (Example 1) The magnet powder (seven sorts of magnet powder to which the Nb content w was 
changed variously) by which an alloy presentation is expressed with a method which is described below by 
8.7(Nd0.7Pr0.25Dy0.05) FebalCo7.0B5.6Nbw was obtained. 

[0112] First, weighing capacity of each raw material of Nd, Pr, Dy, Fe, Co, B, and Nb was carried out, the 
hardener ingot was cast, and about 15g sample was started from this ingot. 

[01 13] The quenching thin band manufacturing installation 1 of a configuration of being shown in drawing 4 
and drawing 5 was prepared, and said sample was put in in the quartz tube which formed the nozzle 
(circular-hole orifice: orifice diameter of 0.55mm) 3 in the pars basilaris ossis occipitalis. After deaerating 
the inside of the chamber by which the quenching thin band manufacturing installation 1 is contained, inert 
gas (argon gas) was introduced and it considered as a desired temperature and the ambient atmosphere of 
a pressure. 

[01 14] What formed the surface layer 52 with a thickness of about 5 micrometers it is thin on the periphery 
of the copper base 51 from WC as a cooling roller 5 (diameter of 200mm) was used. 

[01 15] Then, the ingot sample in a quartz tube was dissolved by high-frequency induction heating, further, 
the injection pressure (differential pressure of the internal pressure of a quartz tube and ambient pressure) 
of a molten metal and the peripheral velocity of a cooling roller were adjusted, and the quenching thin band 
was produced. 

[01 16] After carrying out coarse grinding of the obtained quenching thin band, heat treatment for 710 
degree-Cx 300 seconds was performed in the argon gas ambient atmosphere, and magnet powder was 
obtained. 

[0117] Next, for grain refining, the grinder (RAIKAI machine) was used further, and this magnet powder was 
ground in argon gas, and was used as magnet powder with a mean particle diameter of 60 micrometers. 
[0118] About each obtained magnet powder, in order to analyze the phase configuration, the X diffraction 
was performed at 20 degrees - 60 degrees of angle of diffractions using Cu-Kalpha. The diffraction peak of 
the R2 (Fe-Co)14B type phase which is a hard magnetism phase, and alpha- (Fe, Co) type phase which is a 
software magnetism phase could be checked from the diffraction pattern, and forming complex tissue (nano 
composite organization) was checked by each from the observation result by the transmission electron 
microscope (TEM). 

[01 19] as a small amount of hydrazine system anti-oxidant and lubricant to this magnet powder as 

[ polyamide resin (Nylon 12) ] — mixing — these — 225degree-Cx — for 15 minutes, it kneaded and the 

constituent for bond magnets (compound) was produced. At this time, the rate of a compounding ratio 

(weight ratio) of magnet powder and polyamide resin (Nylon 12) was made into the value almost equal about 

each bond magnet. That is, the content (content) of the magnet powder in each bond magnet was about 97 

wt(s)%. 

[0120] Subsequently, this compound was ground, it presupposed that it is granular, and weighing capacity 
of this granular object was carried out, it was filled up in the metal mold of press equipment, compression 
molding (inside of a non-magnetic field) was carried out by the temperature of 210 degrees C, and pressure 
800MPa, and the isotropic bond magnet of the shape of a cylinder with a diameter [ of 10mm ] x height of 
7mm was obtained, the density rho of each bond magnet — Archimedes — it measured by law. The result 
was shown in a table 1. 



[0121] About Assessment of magnetic-properties and irreversible susceptibility > each bond magnet, after 
giving pulse magnetization by magnetic-field-intensity 3.2 MA/m, magnetic properties (a residual magnetic 
flux density Br, the proper coercive force HcJ, maximum magnetic energy (product BH) max) were 
measured by maximum impression magnetic field 2.0 MA/m with the account fluxmeter of ****** (the Toei 
Industry make, TRF-5BH). The temperature at the time of measurement was 23 degrees C (room 
temperature). 

[01 22] the demagnetization curve of J-H drawing obtained as shown in drawing 7 — setting — a zero — a 
passage — an inclination (J/H) - the intersection P with the straight line which is 3.8x10 - 6H/m was 
made into the starting point, once it changed the magnetic field from here to 0, it had returned again and 
the recoiling curve was drawn, and it asked for the inclination (slope of a line which connects the ends of a 
recoiling curve) of this recoiling curve as reversible susceptibility (chirev). Moreover, it asked for the 
inclination of the tangent of the demagnetization curve in said intersection P as differential susceptibility 
(chidif). It asked for the irreversible susceptibility (chiirr) in a room temperature as chi irr=chi drf^chi rev. 
These results are shown in the following table 1. 

[0123] <heat-resistant assessments next the thermal resistance (thermal stability) of each of said bond 
magnet (a diameter [ of 10mm ] x height of 7mm — cylindrical) were investigated. This thermal resistance 
measured and evaluated the irreversible demagnetizing factor at the time of returning to a room 
temperature (initial demagnetizing factor), after holding the bond magnet under the environment of 100 
degree-Cx 1 hour. The result is shown in the following table 1. It excels in thermal resistance (thermal 
stability), so that the absolute value of an irreversible demagnetizing factor (initial demagnetizing factor) is 
small. 
[0124] 
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[0125] As shown in the <comprehensive assessment table 1, the Nb content w in magnet powder is 0.2 to 
3.5 atom %. Irreversible susceptibility (chiirr) the isotropy bond magnet (No.2-No.6) of 5.0x10 - 7H/m or 
less It has the magnetic properties (a residual magnetic flux density, proper coercive force, the maximum 
magnetic energy product) which were excellent in all, since the absolute value of an irreversible 
demagnetizing factor is also small, thermal resistance (thermal stability) is high, and magnetization nature is 
also still better. 

[0126] Since it is above, according to this invention, it is highly efficient and a reliable (especially thermal 
resistance) bond magnet can be offered. When a bond magnet is especially used as a motor, the high 
engine performance is demonstrated. 

[0127] (Example 2) The magnet powder by which an alloy presentation is expressed with 
8.9(Nd0.75PrO.20Dy0.05) FebalCo6.9B5.5Nb1 .5 was obtained like the example 1. 

[0128] as a small amount of hydrazine system anti-oxidant and lubricant to the obtained magnet powder as 
[ polyamide resin (Nylon 12) ] — mixing — these — 200-230degree-Cx — for 15 minutes, it kneaded and 
the constituent for bond magnets (compound) was produced. At this time, various contents (content) of 
the magnet powder in a bond magnet were changed, and seven kinds of compounds were obtained. 
[0129] in this way, the thing pressed all over a non-magnetic field among the obtained compounds after 
[ what / has comparatively many contents of magnet powder ] grinding and being granular — moreover, 
about what has the comparatively few content of magnet powder, after grinding and being granular, it 
considered as the bond magnet by injection molding all over a non-magnetic field. 
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[0130] in addition, the size of a bond magnet — each — a diameter [ of 10mm ] x height of 7mm — it was 
presupposed that it is cylindrical. 

[0131] Compression molding was filled up with the granular object in the metal mold of press equipment, 
and performed it by the temperature of 210-220 degrees C, and pressure 800MPa. Injection molding 
fabricated the die temperature at the time of shaping by considering as 230-280 degrees C in 90 degrees C 
and the temperature in a injection cylinder. 

[0132] Thus, about each obtained bond magnet, measurement of magnetic properties and a heat-resistant 
trial were performed like the example 1. These results are shown in a table 2. 
[0133] 
[A table 2] 



[0134] While crossing the bond magnet of this invention to the range where density rho is large and having 
outstanding magnetic properties (a residual magnetic flux density Br, maximum magnetic energy (product 
BH) max, and coercive force HcJ), an irreversible demagnetizing factor is small and it excels also in thermal 
stability (thermal resistance), so that clearly from the <comprehensive assessment> table 2. 
[0135] Although especially the bond magnet of this invention has the magnetic properties which were 
excellent in the case of the bond magnet of low density which is obtained by injection molding (when there 
are few contents of magnet powder), it is presumed that this is for the following reasons. 
[0136] If there are many contents of low density, i.e., joint resin, the fluidity of the compound at the time of 
kneading and shaping will become high. Therefore, it becomes possible to knead magnet powder and joint 
resin in low temperature and a short time comparatively, and these equalization at the time of kneading can 
be attained easily. Moreover, if the fluidity of a compound is high, it will become possible to also perform 
shaping comparatively simple in low temperature and a short time. That is, a process condition can be 
eased. Consequently, at the time of kneading, deterioration (oxidation etc.) of the magnet powder at the 
time of shaping can be suppressed to the minimum, therefore, the bond magnet of high magnetic properties 
is obtained and a moldability also improves. 

[0137] Moreover, if the fluidity of a compound is high, the void content of the bond magnet obtained can be 
made low, and, therefore, magnetic properties will also improve with improvement in a mechanical strength. 
[0138] (Example 3) Using each magnet powder obtained in the example 1, like the example 1, the isotropic 
bond magnet [ being cylindrical (the shape of a ring) ] with an outer-diameter [ of 22mm ] x bore [ of 
20mm ] x height of 4mm was manufactured, and multi-electrode magnetization of each obtained bond 
magnet was carried out on the eight poles. The current value passed in a magnetization coil in the case of 
magnetization was set to 1 6kA. 

[0139] In addition, at this time, the magnitude of the magnetization magnetic field taken to attain 90% of 

rates of magnetization was comparatively small, and, therefore, magnetization nature was good. 

[0140] Thus, the spindle motor for CD-ROM was assembled, using each magnetized bond magnet as a Rota 

magnet. 

[0141] In each spindle motor for CD-ROM, the reverse electromotive voltage generated in the coil coil 
when rotating Rota by 1000rpm was measured. Consequently, as for each motor using the bond magnet of 
sample No.2-No.6 (this invention), more than 0.96V and a value high 20% or more were acquired to the 
voltage of the motor using the bond magnet of sample No.1 and No. 7 (all are the examples of a comparison) 
having been less than [ 0.80V ]. 

[0142] Consequently, when the bond magnet of this invention was used, it was checked that the motor of 
high performance can be manufactured. 



[0143] Except having manufactured the bond magnet by extrusion molding (content of the magnet powder 
-in a bond magnet: 92 - 95wt%) t when the bond magnet and motor of this invention were manufactured like 
the above-mentioned examples 1-3 and the performance evaluation was performed, the same result as the 
above was obtained. 

[0144] Except having manufactured the bond magnet with injection molding (content of the magnet powder 
in a bond magnet: 90 - 93wt%), when the bond magnet and motor of this invention were manufactured like 
the above-mentioned examples 1-3 and the performance evaluation was performed, the same result as the 
above was obtained. 
[0145] 

[Effect of the Invention] According to this invention, the following effects are acquired as stated above. 
[0146] - By having the complex tissue which magnet powder carries out specified quantity content of the 
Nb, and has a software magnetism phase and a hard magnetism phase, magnetization is high, outstanding 
magnetic properties are demonstrated and proper coercive force and square shape nature are improved 
especially. 

[0147] - The absolute value of an irreversible demagnetizing factor is small, and the outstanding thermal 
resistance (thermal stability) is obtained. 

[0148] - Since high flux density is obtained, even if it is isotropy, a bond magnet with high magnetic 
properties is obtained. Since the magnetic engine performance more than equivalent can be especially 
demonstrated with the bond magnet of smaller volume compared with the isotropic conventional bond 
magnet, it becomes it is more small and possible to obtain the motor of high performance. 
[0149] - Since high flux density is obtained again, on the occasion of manufacture of a bond magnet, even 
if it does not pursue densification, magnetic properties high enough can be acquired, consequently further 
improvement dimensional accuracy, a mechanical strength, corrosion resistance, heat-resistant (thermal 
stability) can be aimed at with improvement in a moldability, and it becomes possible to manufacture a 
reliable bond magnet easily. 

[0150] - Since magnetization nature is good, it can magnetize in a lower magnetization magnetic field, and 
multi-electrode magnetization etc. can especially be ensured [ easily ], and it can obtain high flux density. 
[0151] - Since densification is not required, it is suitable also for manufacture ofthe bond magnet by the 
extrusion method and injection-molding method which shaping of high density cannot carry out easily 
compared with compression forming, and an effect which was mentioned above is acquired a|so with the 
bond magnet fabricated by such shaping method. Therefore, whenever [ width-of-face / of selection ofthe 
shaping method of a bond magnet / and configuration according to it further option ] spreads. 
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LThis document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



DESCRIPTION OF DRAWINGS 



[Brief Description of the Drawings] 

[Drawing 1] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 2] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 3] It is drawing showing typically an example of complex tissue (nano composite organization) in 
the magnet powder of this invention. 

[Drawing 4] It is the perspective diagram showing the example of a configuration of the equipment 

(quenching thin band manufacturing installation) which manufactures a magnet material. 

[Drawing 5] It is the cross-section side elevation showing the condition near the collision part to the 

cooling roller of the molten metal in the equipment shown in drawing 4 . 

[Drawing 6] It is drawing (J-H drawing) for explaining irreversible susceptibility. 

[Drawing 7] It is J-H drawing showing a demagnetization curve and a recoiling curve. 

[Description of Notations] 

1 Quenching Thin Band Manufacturing Installation 

2 Barrel 

3 Nozzle 

4 Coil 

5 Cooling Roller 

51 Roll Base Material 

52 Surface Layer 

53 Peripheral Surface 

6 Molten Metal 

7 Paddle 

71 Coagulation Interface 

8 Quenching Thin Band 
81 Roll Side 

9A Arrow head 
9B Arrow head 

10 Software Magnetism Phase 

1 1 Hard Magnetism Phase 
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£-«MB. TMtBtNb tCD-fb^ffi 
£©Q£"&tI*l) 

[0 0 5 4] [«5&£©Sj§] *£9!©BtS&*t;i:. 

s. ■ • 

[0 0 5 5] 04(1 ^n-;H£ffl^fcS»*6k:«fci5« 

[0 0 5 6] 04 K: jrcf «t 3 (C. *^«^©jg^S 1 • 
«. ^5^^JRi^L#?)1§i^2«h. R«ff2fc*fUH 

*. «#2©T«iKa. (^) ©«s«stm 

[0 0 5 7] Sfc. «#2©,>XJW3ifi«©fl.«tett, 

^) b, «»2rt©«5»»ft*M«»K:-r«. 

[0 0 5 8] J&3PO— ;p 5 «, SBC 5 1 i. »Un-;ir 
5 ©JIM 5 3 ZMrfL-tZi&Wm 5 2 iT«|j*$tlTH 

[0 0 5 9] SS15 5 l©^J5£«i|^«, «®^5 2 till b 
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(6) 

9 

[0 0 6 0] IfUK^Snft:^ 

[0 0 6 1 ] Sfc, til 5 2 tt, 5 1 
©##£ l^ 6 -*Bfi-5 -2 UTttv. G r§0 

ns. 

• [0 0 6 2] •fc5Sy^XtUm «itB. Al 
2O3, S i O2, Ti02> T i 2O3, Z r Y 
203, ^>i;tij->A, ^>txhn>f^o 
Sft^t^Syi'X, A1N, Si3N4, TiN, B 

ZrC. AI4C3, CaC2> WC*©0Mfc**©-fe 7 

^n^©5^©2^±$rffiE{rffl 
^-&7ta-a-t 5 5 * * s n*. 

[0 0 6 3] c©.fc3fca?M*««iftSSBia:, 20 

a*- (H^-e-f) 'rt'caasn, m=?*>n-n\z. » 

tt«ref£»rf3. fe?M*#8©afl;Sl»jk-rsfc 

[0 0 6 4] £l&**fiji&a 1 Ttt. ffiflc 2 rtfcB5 
»» ^Atl. 3-f;U4fcJ:01lPj»LT*ittU, 

K, «»6», ^D-;i/5^I5 3{C«S§U Ah* 
;U (ISO) 7*JIMfcL*:«. 0(El-*»aiP— ;U5CD so 

115 3^?i#-r^n-s>t3ftig{c^$nT^aL, a 

[o 0 6 5] ^mu-)U5<Dmmmt. -s&mmom 
j$. jiB5 3<D^6c*fT^?sntt^i-«to j e©ffji 
«a*ttift±©fc»Kv «*.■ i~ 

6 0m/#T*5^!ifib<, 5 — 4 0 m/#T335 40 

i, # 8 ©#«* (#ffi«rwafcofwitaisn 
n-rn©«£K*>, *©«Kr»ffls&inAfc£LTfca 

3M$te©ia]±j&*S«>£ < &*. 

[0 0 6 6] fccfe. »&ftfcja?MMJ8fc**UTtt. #1 
*tf. #IIKI'itt©&l&Aft'©{Eii. a»©^Kft©fc 



70 

«Uaa©*#tUTB. fllAtf. 4 0 0~9 0 0 < CT> 
0. 5-3 0 0ft-S&&-4-£ 

[0 0 6 7] £&. ^©iHH K-ffcSWjhfSfc*- 

*a*fcja«EE«*T («*tfix lo-i-ixi 

0-6Torr) , 33 2> WigsltfT.. 7;i/P*>^, ^ 

[0 0 6 8] K±©«t33!l»ifi^ftlcJ:D»6nfc3li» 
»» OMMfc©«5#»>-- 8 ttv flMfilill.- ■ %> b < 

*#8S»SM-*i:i:K:,k?>. *56W©«5»*3&*#6 

[0069] mwommz. mzm^n-f. 

flWSB, aBfrgBfcJI^TfT £©* 

mT (0tJ*.fcfl X 1 0-1-1 X 1 O-6T0 r r ) , 35 

■5. 

[0 0 7 0] «5»*©¥JS*ftStt. »CIB)ISnftH 

^Kg-r-5^14^>H^5<&S!^-rSfc«6© : b©© 

a[5»*©afl3i»jht. »»K:j:s«a#tt^fl- 

©Kjht*#«UT, 0. 5-1 5 0 jtrngflWUffSl, 
<, 0. 5-8 0 AtmSS^Off^ b<, 1-5 Oy 

[0 0 7 1] :tf>H«5©ric#l$©J:0&JiffcJ« 

«Bi5»*©es»*a, 23Siis# 

±0, »6*lfc#>H«5©a!?WSSfi«-r*i:t*«T? 
#. ■*-©»*, 3tf>K«5*©B5»*©-a#*£HC 

[0 0 7 2] &*5, »&nfc«5»*K:*tbTM:, 

tf. »»fc«to*A$nfc)^-r*©*a©i»*. ^ftfe 
<Dmmm<D$k ft tL-Tit. mz.\z. 350 — 850^ 

T% 0. 5~3 0 0»gatt4ti*«TS5. 

[0073] s^c, c©n*ms«, *-ft;«rB6jfrafc» 
K:, *^*fe«M!Et>cffiT (^JAti'i x 1 o-l-i x 1 
O^Torr) , 335 WigsjStfT.. 7)Vzl>137^ *\ 

u-5A*x«©^gtt^*©±-5tt, #Rft:tt«H«; 

[0 0 7 4] et±©«fc53&«5»**fflV»T#>H«5 

€-©±-5tt«5»*tt. «f^«ret© 
(is^«jg©antt) j6*a<. *v>tztb. z\<dx 
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(7) 

11 

jJ?>F«5©«ififc3IbTV>S. . 

[0075] &,±x\t. m^mthx. 

**J-%)1 • TD<>^ (MA) ffiSUcfcDHifil/rfc 

fiaa** t isi =k s#*«9 jsftas-^-sfe*. • - - - 

[0 0 7 6] [#>F«5*S«ktf-*©ttft] *5B io 

wo) icTPHTBiw-rs. 

[0077] *58«©si?>Ha5tt. ffsixa, atrizE 

©«5»**Jg£»JBTl6£bTtt<5t>©T»S. 
[0 0 7 8] JS£tti|g (AW>^~) tLTH l&HJgl 

[0 0 7 9] JfcliJfflttttjllfcbTtt. tf'J7S 
F (#1 : ^-f n > 6 , t-fn>4 6. t-fn>6 6. 
-f o > 6 l o , ^--f d>612, :J--f p > l l . t-fa 

> 1 2 , t-Tn>6-l 2, t-fn>6-66) , & nj 20 

fflttsffU-fSF, *S*#Ux^T-;i/»cD»ft#ijv 
-f H, ^Ux?l/>, #iJ^DKl/>. xf=-U>-IH* 

[0 0 8 0] Clft^O^^Tfe. ^tt^fcffinx^ 

F*±tr* *>©##* bi>. sfc, unsofstiffltt 

WIBI*. «H»*£©fittttk:*>«ftT^4. 

[0081] dG5«t5^«iBims^fli«, ^©a». * 

tt. «*«3*«*ailL& ! b©£lr»3J:5fc, JElSffl© 
[0 0 8 2] -75, »«<ktt»JBibTtt, #J*tf> k* 
x#+S/»IB, 7xy-;HMl. 3. U 78MB, ^7S> 

mm. #'Jixf^ yx*^) #y 

-f 5 FWJ1, -> U n - >«||, # <J »> >WJi#3jt* 
[0 0 8 3] Zin£©?*,Tt>, jfcratttfWKitfnT* 

x**->®j|g, 7iy-Mi. #u-rs H-«rw, ->u so 



[0 0 8 4] fcfe. ttffl3n&9R«fctttt»l 
tt, SfflT?tt«©"b©Tt),' HJ£ (»*«) ©*>©Tt> 

[0 0 8 5] ^©J:5-te*58W©*>H«5»4, 

mm anstt) LT#>Ki5i»d» o 

[0 0 8 6] Z\Z\T, «rC3a©J«»^ffi©5-6.' Jfffl 

>^^>F©+»&«E»ttftit«uaJtntf 

#T?#fcV»; L*»Lfcj&*S, *5BWett. «Sfi-r*J:5 

af«ftt&<T-"b«nfc«ft»tt35«#6na©T. 

fifcjf*, jtm«»k:«fcD«it*n*#>Fa5fe:t>-t©*iJ 
[0 0 8 7] j|?>F»E*©»5»*©**r* 

t»«5M*ttt©PSsi*#itbT«fe^sn*. 

tt, 7 5 — 9 9. 5w t %gftT*5©^Jf*b<, 8 
5~9 7. 5w t %SffiT<fe5©*««kt)Jff*bVi. 
[0 0 8 8] #>F«5*»EEIBj«»fcJ;0»jfiS 
tlfc=b©©*^{C«, SS»*©ttlS> 90~9 
9. 5wt%ggTW0^jifil/<, 9 3~9 8. 5 

w t %sgre&5©**j;D$?*b^. 

[0 0 8 9] Sfc. #>F«5J^lfUiJ«»*fctt»ffiJ« 
»fc J; ORifiSftfc «>©©*££«:, ^5«&*©^*» 
tt, 7 5~9 8w t %eftT?*S©*«Jff*b<, 8 5~ 
9 7w t %gfl?TS£>©5&t«J:D$?£blo. 

[0090] #>F«5©ffifl[ptt. ^ntc-^^n^fis 

Dft^$n?>. *»W©*>F«5t*V»T. ^©^S 
ptt#tH3tantt^**, 5. 3~6. 6Mg/m"3s 
KT»40*«ffSl/<, 5. 5~6. 4Mg/m3g^ 
Ta&*©*«<tO»*b^i. 

[0091] «ei»^©«^[«K. ffia^j 



4#@a 2001-1 96210 (P2001-196210A) 
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13 



10 



J - 
8 X 



20 



x*JI^-|» (BH) max ) ##£.tt£. 
[0 0 9 2] #§gHj©#> l««50»«, ;*8s«ttWfc 

«. Rfiitf (>J>^tt) , RSMK, 

©t>©*«T>Ji6T*a. «ffc, /MM;. jB/h£Hfc3ftfc« 

0T**» - — - - 

[0 0 9 3] nortec ijfe 6, *SHB©#>F«5 

[0 0 9 4] #±©«fc5&#»Bj©j|*>F»5tt, ^ffl 
T©a»4#££gT J -HB («*K«{b (J) 

(H) *tr>tzm) TCWBtttl:tl>T 
HBI'CBjSiSSO.. (J/H) #-3 

1 0~6^>U— /mT&5iaiil£©3££&ffifg,S£LT 
a3£bfc*^O^FUa!«f«* (xirr> **5. Oxi o 
-7A>U-/maTT»0, 5 *»TOH#«a 
*J (H c j) A«3 2 0~7 2 0 kA/mT»5tH5ffig 

(xirr) > mtf&Mtl (H cJ ) fi±rW»S«*«ft 

(Br) tmS. (p) CDH«K:t?V»TlB^Kra-r*. 

[0 0 9 5] pJ2»#»*K"3 WT] - * pI3e»»* 

(xi rr ) <^&, m6\Z7ii-?&?\Z, J -HiTOMI 
tti»fc:*^T, &S£P££»t£i£tttt&ftiKi©&fii© 
«s**#-#«4s (xdif) t^. tai2^p^e>-a.M 

*g©M£) £"5Ji£«a* (xrev) iLftt*. ^C*f 
SSftSfc© (W4:'\>U-/m) Jfp. 
[0 0 9 6] *T»HiMlJ**-(zirr> (i 

dio -sim^mm (x re v) 

*J!9!Ttt, J-HBTfflKIiltfitiT, J 

-Hw$><nffi&&mr)fr'3m% (j/h) *«-3. sx 
[0097] *^Bj{ci3i,iT, m.m.T?<D^*im#m* . 

(Xirr) ©±Kffi£5. 0 X 1 0 "K> ij -/mig 

[0 0 9 8] iWja5UfcJ:3»c, ^pIjgflUB* (xj rr ) 
tt. -S.««^*36»ttfc», *©lft*f«£«il>SltTfc.* 
0. 12 5^B r /p [XI 0"6t 
S (I) fcttfc>0, 5£ (II) «*S-r*©**J:0 

iff^K, a din *»jer5©**a6K:ff*i/V». * 

0. 1 2 8^B r/p [X 1 0-6T-m3/g] go. 16 • •• (II) 
0. 13^Br/p [XI O^T-mVg] ^0. 155 • • • (III) 
Br/p [X 1 0-6T-m3/g] ©ffljWMEjS'POTIE JK«S«*» 5 ftfc ^Sbfcii^, 
tt*»T»S£, W5©$£«jft < L4tit. "TtttJ-fe i«:3XMt, *g£»IB©«4>K:.k«J*JiHt©fiT£V>3 
fifr5^*©£W» *SKLfcV>£. +#£68 so |H|jB£&<. f-fc, -£©«3li*«*ft*&»fcW:<W« 



30 



40 



14 

* s 6 i> aft ©a^ tarr s £<tm i * f t> © r & 5 & 

ft, £©^pJ&SW5 (xirr) S»*eflE/hS^«fe 

K**Ii»«a*©»»fii©ft«**Bft4. #56 

Efc*stt**plii!»»«* (xirr) ©fEBT«, #>F 
IE^{SJ^tfl 0 0"Cx 1 «rM©SI*TKlS[««. ^iS 

*TKbfct*©^jfi««*tt-t©«»fis*«» 5 x« 
[0099] cnicatu- ^Bjae#«* (xi rr ) ** 

5. 0X 1 0-7^>U— /m*iBA«i, ^a»j*»* 
©**ftttf«i*L. +#fc*t«*£tt##&ftfc^. $ 
fc, Htf««aj&*«<fc*££%>fca£!tt#SK;&:5© 
T, #>H«5©Hl»©afflK*^T. /t-S7>7« 
ft (Pc) 4 (tflAtfP c^5) cfc5&/Bj£ 

T©4Sfl!K:*IIB3ftTL*3. &a#©<gT«:, 
IRW*£tt©ttTSfefcS"r;i£fi:%>fcS. 
[0100] £fiT©*»*jE#«W ( x irr) * 5 . 0 
x 1 0-K>U— /mfitT£^»fcSSfcm±©£:fc?) 
T&S**, ?FnIjJ»»a* (xirr) V» 
«36*#f*b<, fif^T, ^fgBjTte, TbJjM^* (x 
irr) &4. 5X1 0-K>U-/m^TT*5O^J: 
0»*b<, 4. 0X 1 0-7^>'J— /m£ilTT?*4© 

[0 10 1] [H*««*t:-3V»T] Jp>H«5©Sa 
-e©@WffifiS* (H c j) tt. 3 2 0-7 2 0 kA/mT 
^-5. 4 0 0~6 4 0kA/m*5±t)!fSl/K 

[0102] b#«^^ (H c j)-a*«riB±iB*£ia*.* 

[0103] — ^. @*ffim^J (H c j) «««[ETI8tt* 

jut * * ; &- * <Dm m \z x i x H&tttttffr a* -3 fc 

fi£-3-T, HW«^* (H c j) $±fe®fflt-r^c 

[0 10 4] G8B«J|E!SflEB r 4:«£p©HfflCt?^ 
T] SSISfgBr (T) tftflEp (Mg/m3) t 

owt, tibsc (i) ©n«««jE-r*©j&*$f*i,n. 

[0105] 
■m3/g] • ■ 
*• [0 10 6] 



(I) 
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[0 10 7] 2 t>\z*%w<D#> vmisit. m±m%x. 

[0 10 8] [ft*a§Lx*;p*-« (bh) mx \z-o 
HT] **«»x*;U*-« (BH) 6 0 k J 

/m3a±T»*©30«»S.b<, 6 5k J /m3^±T$> 
' S0D*i«tO»*L<. 7 0~13 0kJ/m3t$5ffl 

- - - £ teflf*bV». a^fcffl&iE-*^*-* (B H> max 

75*6 0 k J/m3*iT$5i. ^E-^fflfCffl^/r* to 

[0 10 9] RJpIieWWK^^T] 

(3UttttiB#) ©fefttttt. 6. 2%£lTT*5©7lS!if 

' »*©*«SSk:Jf£b^. ^nt'ctO, JRttSlttt (B 

[0 110] 

[HJSM] EAT, #«W©JMM9*««K'=H>TBl9! , r 

<5. 20 

[0 111] £HTK:5fi'<*«k"5a*feT^ 
(Ndo. 7? ro. 25 D yO. 05> 8. 7 F ebalCo 
7.0B5.6Nb w T?San*»E»* (Nbtflw^l 

[0 112] £t\ Nd, Pr, Dy, Fe. Co. 
U £©-f >n*>.y h^Sfal 5 g(D-^>-f)V^DmV 

[0113] B 4 * J: Ztm 5 C*-r*J*oai»l»fl!f«jfi 
7^7.iEg0. 5.5mm) 3 SRtt;fc53£tf rtfcflMEti- 

>^*Anfc. ltfiRwanT'^* 

X) 5iAU, ffiH©»ifcfeJ:tfISEa©»H«£b&. 

[0 114] ft^ln- JP5tlT(t a?SS©SSB5 1© 
njBK. WCJ:0&*J*S*8 5tfm©*ffiJl5 
fcfc© (Ig2 0 0mm) Zm^tz. 

[0 115] 5^SW-f >=fy MJ->:/;H£ 

ftH&B«ln»KJ:!)ig0Pb. SSfc. *»©*»EE 

<5£tf©rtEE£*HStaE£©i£fiE) . 7&nu-)VO>m "o 

[oii6] 7;nf 

>^X#BSfpT7 10tx 3 0 0&©*&ffi3£l£b 

[0 117] Sg^IOfc^C, C ©«5»*£ 

»#b. ¥i5Si6 0/im©SEI»*l:L7c. 
[0 118] »6ftfcft«5©*C"3V>T. ^©*§8t/& 



S:#*rTS£«>, Cu-Ka5:ffl^|sl}rft2 0' ~6 0 
0 HTXftlHlJrSff-Dfc. ElSf^^-^SA-Ktftt 
fflT2bSR2 (Fe-Co) i4BS!*g<>;, V7hlttffi 
T$5a- (Fe, Co) Sffl©lHlSThr-i775*5t^T 

*. mmmm^-mmm (tem) 

urnfe, m&mu & hum zmi&h 

[0 119] £©«E»*K:. jSUTSHIB.^d 

>i2) i, 4>»© b F-?it>mmfcffi±M&£&mm 

Mt&M&L, Z\n*>&2 2 5tx 1 5$HSK igMbT 
jR>F«5flHaric« (a>/t£>F) ^fSl/fc. d© 
£*. 85»*iJK'J75F»B (t^n>l2) £© 

UttiLfc. "T&toS. fi-#>H*5«t»©«5»*© , a' 
tt, *$9 7wt%Tfe9fc, 

[0 12 0] #Cl^T, £©rJ>/^>K£tWb.Te#c 
ib, £©&tt#j£f¥»bT:/l/XgB©&§!!fttC3fci* 
U iS32 1 01C, EE* 8 0 0MP aT?ffi»J*» (M58 
a^ 1 ) LT, S§1 0mraXS$7mmORt«©^ 
&#>F&5£f#;fc. a#>F«E©«£pS7;Mr* 
5 f ;*ffifc:«fcD«3£bfc. t©e»*«i(:SLft. 

[0121] <m^#tt, *T5R»#a*©fKlli>«-Jl*> 

Sfttbfcft. BgtifB^mti- («0 §S», TR 

F— 5 BH) tTS^cBIJHHS«2. 0 MA/mT!iS# 
tt G£tttt£«&Br. B*««*HcJ. i^x* 

(bh) max ) swj£b&. ausB#©ta*«, 

23t T&ofc. 

[0 12 2] H7fcjK-r«k'5fc, #6tlfcJ-HB©« 
fiMMftKStiT. &&*m<0m% (J/H) 75*- 3. 8 
x l 0-6^>'J— /m©m*i©XjftP£HiSfij6fcb, 
££75> 6«|SL&— B. 0 £T-^{fc;£it-T75> e,^^7ctcM b 
TUrKMtoR&SSS. ;r©U3-nnft*©«* (Ua 
-f;na*©M«tifi*a«©«*) (x 

rev) tlT*»fc. Sfc.' WE52jftPK:*»t*««ft 
*©SBB©«frs«»#«* (xdif) tbT*»fc. 

^jaT?©^^ra#«* (xi rr > ^ *irr=xdif-x 

revtbT^^fc. nn&©l6*£TE3ilKjS"r. 
[0 12 3] <H^tt©i¥ffi>^{c. j»E4M*>K«5 
(ESI 0mmXiS£ 7mm©R&#0 ©K^itt (ISiW 
*36tt) SB^fc. ^©W^tt«, /H>h*fiS5&10 0 
tx i«FW©!R*Tfc«»bfca. SiaSTMbfel^© 
pFp[^M«¥ (lOMfItttt4s) *S'JSb> IMBbfc. ■*© 
*s**Tcait:«-r. ^nT^MJH^ (S]^Ma^) © 

[0 12 4] 

[gl] 
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(10) 



17 



18 



No. 


w 


P 

(M'g/m 9 ) 


B r 
(T) 


H cJ 
(kA/m) 


<BH) mex 
(kJ/m s ) 


Br/p 
(X10- 6 T-m 3 /g) 


X i r r 

(XlO-'H/m) 


{%) 


lOttMD 


0. 1 


6. 27 


0.83 


345 


75.6 


0.132 


7.5 


-6. 5 


2<*%TO 


0. 2 


6. 26 


0.87 


415 


104.8 


0. 139 


4.8 


-4. 7 


3(*S£91) 


0.5 


6. 32 


0. 90 


478 


113.2 


0. 142 


3. 7 


-4. 0 




1.2 


6. 29 


0.92 


496 


115.9 


0. 146 


3. 2 


-3.6 




2.5 


6. 30 


0. 90 


530 


112.0 


0. 143 


3.0 


-3.2 


6C£5gTO 


3.3 


6. 33 


0. 81 


561 


102. 7 


0. 128 


2.7 


-2.7 


7(Jttt«) 


3.6 


6. 31 


0.76 


553 


79. I 


0. 120 


3.3 


-3.5 



[0 4 2 5 ]• <|g£BWfi>*-i a» J;-"3 \z,~ ms * x^m zm* »fc£-i*-e,- 7-§g©3 >/t£ > h* £ 
|»*+(DNb-&^rl:w^0. 2-3. 5^T%T*>t3^F io 
pJ^SS^ (%irr) **5. 0X1 0-7^\>iJ-/m£i 
T<0»*tt#>K85 (No. 2 -No. 6) tt, Vvf 

£#u ^pja»««*<o«»«[fe/h 

[0 12 6] K±©J;5ittc:t36»6, #369Ifc«fcntf. 

[0127] (H««2) 3MfimfcRJ«KLT, 
•arit*« (Nd 0 . 75? ro. 20DV0. 05) 8. 9Fe bal Co 
6. 9B 5 . 5 N b i. 5T«*n*«5»5ft*#fc. 

[0 12 8] #6ftfc85»*l:. #075 FWIS <:J- 

jSf&SltSil^'U £n&£2 0 0 — 2 3 0"CX 1 5# 
IB. fi«tT#>Hi5«art» (=J>/X^>K) £f£ 
»Lfc. £©£#,■ jJ?>H«5+©a5»*©£-*r* * 



[0 12 9] C'5LT§e.ftfc3>/'!'?>F05S15 

«5»*©£tf*jWt«»^&v»t>©k::3^TB:, 
[0 13 0] &43. #>K8E«tan v^-rnfeEg 

1 0mmX'i8S7mraOnttttil/fc. 
[0 13 1] JEttJftgtt. tt««S^l/7SI©4fift 

H*KU i&g2 1 0 — 2 2 Ot:, E*8 0 0MPat 
frofc. ttfflj*»tt, fi£JPt©&£!iBS£9 Ot. ftfffi 
i^'J >y— F*gMS^2 3 0-2 8 O'CtLTfifcJgSrfro 

[0132] ^©.t^^bTtf 6nfc##> Fmstco 
v»t, £ffim tra*icUTia««tt©a3£, 
jRtt©tt(*sfft>fc. Jin&©ts**a2k:^-r. 

[0 13 3] 
[*2] 
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<X10- T H/m) 
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230 


5. 30 


D. 78 


563 


83.4 


0. 147 


2. 1 


-2.2 


9<*5E§H> 


203 




245 


5. 50 


0. 80 


551 


88.3 


0. 146 


2. 3 


-2. 5 


10(*»99) 


211 




260 


6. 67 


0. 82 


542 


92. G 


0. 145 


2. 5 


-2. 9 


1 1 C*3EH) 


216 




275 


5. 80 


0.84 


535 


SB. Z 


0. 144 


2.7 


-3. 1 


12(*5EH) 


220 




210 


5. 95 


0.85 


531 


L00. 5 


Q. 143 


2. 9 


-3.4 




224 




215 


6.21 


0. 88 


517 


108.8 


0. 142 


3. 2 


-3.7 


UC*&99) 


230 




220 


6. 48 


0.92 


510 


lift. 4 


0. 142 


3.8 


-4.2 



[0 13 4] <8£fMB>«2*>S9!Sj&»fc«fc3K:, * 

« (bh) fflax *j:rx««*H c j) *!(rntt%i:. 

[0 13 5] W\Z. *»«©#> HfiSCtt, ItHJjfcJBK: 
<fc^T»&ft4«fc3&fi?Bfi©#>KBi5©»-& («5 

[0 13 6] (££g. -rfcfc-&*&£8MB©£*r*a«3Hr> 

<h. ?iif«B# J ? : >J5£;^B#t*5^^=i>A>>>K©!5SKil4^ 



[0 13 7] Sfc. aW^^FWflMMfeWKUt, # 

t. ««w3aaE©(Rj±ttt>ic«tft»tt>biRi±-r*. 
[0138] (mmm 3 ) 1 t» & 

12 0ramXiS3 4mmOP]M (»J>^«) ©«^tt 
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kAiLfc. 

[0139] a*, z(Dt%, mm9 oxzm&Tz 

[0 14 0] ;i©«fc-5l;:LT*«B£ttfc##>K«B5£ 
n-?mi5£lsTm^T. CD-ROMfflXt^h*;!^ 

[0141] #CD-ROMfflXtf>h*;i' ; E-^fC*3^ 

■ Tv D-^£ 10 G O r pm-T?lHie$*-fe-i-^©#^D 

^K:»£Lfci!!e*EE&»£Lfc. ■?■©«*, io 
Mo. 1. No. 7 (v'vfft*>JfclW!l) ©#>FMS 
SfflVifc*— ^tt. «EEiO*0. 8 0 V^TTafeofcOtr 
*fU D->^Mo. 2~No. 6 ©#>K 

[0 14 2] *■©««, H«5£JB^S 

[0 1'43] #>K*5'*fl>ta*»t:«t»3«j6Ufc 

> HSS5ft"CDJK5*&*©-&*^ : 9 2 ~ 9 5 w t %) & 

±E*Jtm~3£H«K:LT#36W©#>F« 20 
eisitft-^SHiiU ttfBWfllifcfTo&tllS, Iff 
IB t H«©f&£*W& n&. 
[0 14 4] #>FB5*»fflJ*#'fc«fcD»itL;fc: 

> K«5«f»©«5»*©$#* : 9 0 ~ 9 3 w t %) 

ffi£H*©IS*j&*»6ftfc. 
[0145] 

CO J: -5&38lSa*»£fl«>. 30 
[0 14 6] -«St»*3&«Nbfe0f3£*^b. Sfc. 

[0147]- *nJi£««*©tt»ttrt«*;Sf < . &fttz 

[0148] • *H«5fcffiflD0*»Sn*©T, «7jttT' 

fc, fiE*©*#tt#>F«5lcJ*'<, «fc0/hair>#«© 
#>F«ETH*«±©8&tt«*3fi»Tft££J0^# 40 

[0 14 9] • 3=fc. »lr»«*«iea*»&ft*i:£:0> 
5. #>HB5©«ifiK:lBU Kaf«ft*i6*b*<T 
t>+#fc»^«»#tt£»a;:£a«T#* ^-©«§*, fig 
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[0 15 0] • *«tt*«affft:©T, £Qftlr>ttflM8« 

-5. 

[0151] ■ »fcflrfcfcK#;£ft&V>;:£:J&»&» ffiK 

j«»ffiKJt'<Tjssffi«©j«»3a»UK< t^ausjuft^w 

tbfiK^te K «fc 3 WB5©«ifilS J fc*U- £©£?& 

©«, -zziziz. *nfc±s##as?© a 

[BiS©flf¥&R9;] 

[013 *5fiM©«5»5|eC*WSM^»*l (t;a> 
MBJtt) ©-«S*iC«Jk:*f HT»*. 

[02] *5fi"jiJ©«5»*K::i3tts8tettJ« (^-y^> 

f&jb) ©-«s*5£«jk:*-reiTas. 
[S3] **w©«5»*K*Jt*«^a» 

[04] ffiCtm&Sj&rsSB <a?&»flf«iS(K«) 

©mwfcjs-tt&HaH-ras. 

[0 5] 04fC^T8BK*5tt5iS»©?pi?a— -H^© 

«ggfflffl[ftiB©ttJ8*^-r»riiifflliiiHT**. 
[0 6] ^3f!»«*ftRWr-5fci&©H (J-H0) 

[0 7] «»ffl*:feJ;tfU:i^;uifiiR*STJ-HHT 

[##©15^] 
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1 1 A-FBttffl 
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[0 5] 




[07] 




No.1 

No.2 ■Xi/H')a>&&tfi— asxio^/v^ij— /mffififi 
No J : SfSPCSttSigSS 
No.4 : WD-f)\M» 
No.5 : U3-f^tia>tS€5e?iSi@ 



F*-A(##) 



4K018 AA27 BA18 BB04 BB06 BC01 

BD01 GA04 KA46 
5E040 AA04 Ml 9 BB03 CA01 HB05 
HB11 NN01 NN06 NN12 NN13 
NN15 



